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■RECEIVED 

CENTRAL FAX CENTER 

AMENDMENT AUG 2 7 20Q8 

In the Claims: 

Please amend instant claim 16 and add new claim 18, as follows: 



1 . (Original) An aqueous coating composition comprising a pigment and an aqueous 
acrylic emulsion polymer comprising, as copolymerized units, from 50 to 99,75% 
by weight, based on dry polymer weight, monoethylenically unsaturated nonionic 
(meth)acrylic monomer and from 0.25 to 10% by weight, based on dry pc^lymer 
weiglit, monoethylenically unsaturated add monomer, said polymer having a 
glass transition temperature (Tg) of-lO ''C to 35 wherein said emulsion 
polymer is fonned by emulsion polymerization at a temperature of from 70 °C to 
99 °C in the presence of a thermal initiator, wherein said initiator is used in the 
amount of 0.3% to 0.4%, by weight, based on dry polymer weight, and wherein 
less than 0.1 5% by weight, based on dry polymer wciglit, of said initiator is 
prcsiait during the furst 10%, by weight, based on diy polymer weight, of the 
conversion of monomers to said emulsion polymer; 0.001 to 0*05 moles of chain 
transfer agent/kg monomer; and a neutralizer, wherein said ncutralizer is used in 
the amount of from 5% to 75%, on an equivalents basis, based on said 
monoethylenically unsaturated acid monomei", and wherein less than half of said 
neutralizer is present during the first 25%, by weiglit, based on dry polymer 
weight, of tiic conversion of monomers to said emulsion polymer. 

2. (CMginal) An aqueous coating composition comprising a pigment and an aqueous 
acrylic emulsion polymer comprising, as copolymerizcd units, from 50 to 99.75% 
by weight, based on dry polymer weight, monoethylenically unsaturated nonionic 
(meth)acrylic monomer and from 0.25 to 10% by weight, based on dry polymer 
weight, monoethylenically unsaturated acid monomer, said polymer having a Tg 
of 10 ''C to 35 "^C wherein said emulsion polymer is formed by emulsion 
polymerization at a temperature of from 70 ""C to 99 in the presence of a 
thermal imtiator, wherein said initiator is used in the amount of 0.05 to 0,3%, by 
weiglit, based on dry polymer wdghL. and wherein less than half of said initiator 
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is present during the first 1 0%, by weiglit, based on dry polymer weight, of the 
conversion of monomers to said emulsion polymer, and a neutralizer, wherein 
said neutralizer is used in the amount of from 5% to 75%, on an equivalents basis, 
based on said monoethylenically unsaturated acid monomer, and wherein less 
than half of said neutralizer is present during the first 25%, by weight, based on 
dry polymer weight, of the conversion of monomers to said emulsion polymer. 

3. (Origina]) The aqueous coating composition of claim 1 or claim 2 wherein said 
aqueous acrylic emulsion polymer comprises, as copolymcrized units ba^ed on 
dry polymer weight, from 50% to 99.65% by weight monoethylenically 
unsaturated noiiionic (meth)acrylic monomer, from 0.1% to 12.5% by weight 
aldehyde reactive group-containing monomer, and from 0.25% to 10% by weight 
monoethylenically unsaturated acid monomer. 

4. (Original) The aqueous coating composition of claim 1 or claim 2 further 
comprising from 2% to 40% by weight, based on the total dry polymer weight, of 
a second emulsion polymer that has a Tg of from 25 to 1 50 ^C, wherein the Tg 
of said second polymer is at least 10 higher than the Tg of said aqueous acr>dic 
emulsion polymer. 

5. (Original) The aqueous coating composition of claim 1 or claim 2 having a PVC 
of 15 to 38 and having VOC less than 5% by wcigjit based on the total weight of 
the coating composition. 

6- (Original) Tlic aqueous coating composition of claim 1 or claim 2 having a PVC 
greater than 38 and having VOC less than 3% by weight ba^sed on tlie total weight 
of the coating composition. 

7. (Original) The aqueous coating composition of clahn 1 or claim 2 having a PVC 
of 1 5 to 85 and having VOC less than 1.7% by weight based on the total weight of 
the coating composition. 
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8. (Canceled) 

9. (Canceled) 

10. (withdrawn) A process for fonning an aqueous acrylic emulsion polymer, said 
polymer having a glass transition temperature (Tg) of 1 0 ""C to 35 ""C, wherein 
said emulsion polymer is fonned by emulsion polymerization of monomers 
comprising from 50 to 99.75% by weight, based on dry polymer weight, 
monocthylenically iinsaturaled nonionic (mcth)acTylic monomer and fh>m 0.25 to 
10% by weight, based on dry polymer weight, monoethylenically unsaturated acid 
monomer, at a temperature of from 70 ""C to 09 ""C in the presence of a thermal 
initiator, wherein said imtiatoi is used in the amoimt of 0.3% to 0.4%, by weigln, 
based on dry polymer weiglit, and wherein less tlian 0.15% by weiglit, based on 
dry polymer weight, of said initiator is present during the first 10%, by weight, 
based on dry polymer weigjit, of the conversion of monomers to said emulsion 
polymer; 0.001 to 0.05 moles of chain transfer agent/kg monomer; and a 
neutralizar, wherein said neutrali2er is used in tiic amount of from 5% to 75%, on 
an equivalents basis, based on said monoethylenically unsaturated acid monomer, 
and wherein less than half of said neuiralizer is present during the first 25%, by 
weight, based on dry polymer weight, of the conversion of monomers to said 
emulsion polymer. 

1 1 . (withdrawn) A process for forming an aqueous acryhc emulsion polymer, said 
polymer having a glass transition temperature (Tg) of -1 0 to 35 ^C, wherein 
said emulsion polymer is formed by emulsion polymerization of monomers 
comprising from 50 to 99.75% by weiglu, based on dry polymer weiglit, 
monoethylenically unsaturated nonionic (metl>)acj:ylic monomer and fi-om 0.25 to 
1 0% by weight, based on dry polymer weiglat, monoethylenically unsatui-ated acid 
monomer, at a temperat ure of from 70 ^C lo 99 in the presence of a thermal 
initiator, wherein said initiator is used in the amount of 0.05 to 0.3%, by weight, 
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based on dry polymer weight, and wherein less than half of said initiator is 
present during the first 10%, by weight, based on dry polymer weight, of the 
conversion of monomers to said emulsion polymer, and a neutralizer, wherein 
said neutrdli/.er is used in the amoimt of from 5% to 75%, on an equivalents basis, 
based on said monoethylcnically unsaturated acid moncmerj and wherein less 
than half of said neutralizer is present during the first 25%, by weight, based on 
dry polymer weight, of the conversion of monomers to said emulsion polymer. 

1 2. (withdrawn) A process according to claim 9 wherein the polymer is Formed in the 
presence of 0.001 to 0.05 moles of chain transfer agent/kg monomer. 

13. (withdrawn) A process according to claim 9 wherein the polymer is fonncd in the 
presence of 0.0025 to 0,05 moles of chain transfer agent/kg monomer. 

14. (withdrawn) A process accorxiing to claim 10 or 1 1 wherein the monomers 
comprise of from 50% to 99.65% by weight monoethylenically unsaturated 
nonionic (meth)acry)ic monomer, from 0.1% to 12.5% by weight aldehyde 
reactive group-containing monomer, and fnmi 0.25% to 10% by weight 
monoethylenically unsaturated acid monomer. 

15. (previously presented) An aqueous coating composition as claimed in claim 1, 
wherein the copolymerized units of monoethylenically unsaturated acid m.ox>omcr 
comprise copolymerized sulfoetliyl melhacrylate or phosphoethyl methacrylate. 

1 6. (currently amended) An aqueous coating composition comprising a pigment and 
an aqueous acrylic emulsion polymer comprising, as copolymerized units, firom 
50 to 99.75% by weight, based on dry polymer weight, monoelhylenicaUy 
unsaturated nonionic (meth)acrylie monomer and from 0.25 to 1 0% by weight, 
based on dry polymer weight, monoethylenically unsaturated acid monomer, said 
polymer having a glass transition temperature (Tg) of-1 0 to 35 wherein 
said emulsion polymer is formed by emulsion polymerization at a temperature of 
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from 70 to 99 in tlic presence of a thermal initialor, wherein said initiator is 
used in ihe amount of 0.3% to 0.4%, by weight, based on dry polymer weight, and 
wherein from 0.078%O rO8% to less than 0. 1 5% by weight, based on dry polymer 
weight, of said initiator is present during the first 1 0%, by weight, based on dry 
polymer weight, of the conversion of monomers to said emulsion polymer, O.OOl 
to 0.05 moles of chain transfer agent/kg monomer; and a neutralizer, wherein said 
neutralizer is used in the amount of from 5% to 75%, on an equivalents basis, 
based on said monocthylenically unsaturated acid monomer, and wherein less 
than half of said neutralizer is present during the first 25%, by weight, based on 
dry polymer weight, of the conversion of monomers to said emulsion polymer. 

17. (previously presented) An aqueous coating composition comprising a pigment 
and an aqueous acrylic emulsion polymer comprising, as copolymerized units, 
from 50 to 99.75% by weight, based on dry polymer weight, monoethylenically 
unsaturated nonionic (meth)acrylic monomer and from 0.25 to 10% by weight, 
based on dry polymer weight, monoethylenically unsaturated acid monomer, said 
polymer having a Tg of - 1 0 to 35 X wherein said emulsion polymer is formed 
by emulsion p(>lymeri^ation at a temperature of from 70 "^^C to 99 '^C in the 
presence of a thermal initiator, wherein said initiator is used in the amount of 0-05 
to 0.3%, by weight, based on dry polymer weight, and wherein Ih^m 0.03% to less 
than half of said initiator is present during the fii^st 1 0%, by weight, ba^ed on dry 
polymei- weight, of tlic conversion of monomers to said emulsion polymer, and a 
neutralij^er, wherein said neutralizer is used in the amount of fix>m 5% to 75%, on 
an equivalents basis, based on said monoethylenically unsaturated acid monomer, 
and wherein less than half of said neutralizer is present during the first 25%, by 
weight, based on dry polymer weight, of the conversion of monomers to said 
emulsion polymer. 

18- (new) An aqueous coating composition as claimed in claim 2, wherein the 

copolymerized units of monoethylenically unsanirated acid monomer comprise • 
copolymerized sulfoethyl meihacrylate or phosphoethyl metliacrylale. 
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CONCLUSION 

The instant claims arc believed to be in condition for allowance. Applicants' attorney 
thanks the Examiner for Ihe time taken to review this new listing of amended claims 
submitted in response to ihe Notification of Non-Compliant Amendment. 



Rohm and Haas Company 
100 Independence Mall West 
Philadelphia, PA 19106-2399 



Respectfully submitted. 




Karl S 

Attorney for the Applicant 

Registration No, 40,827 
Telephone No.: 215-592-3436 
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